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(54) Hot melt adhesives based on sulfonated polyesters 



(57) A hot melt adhesive composition comprising (0 
10 to 90% by weight of a sulfonated polyester; conden- 
sation polymer comprising the reaction product of 

a) at least one difunctionaJ dicarboxyBc acid or the 
corresponding methyl ester which is not a suipho- 
monomer; 

b) 2 to 25 mole percent of at least one sulfomono- 
mer containing at least one metallic sulfonate group 
or nitrogen-containing non-metallic sulfonate group 
attached to an aromatic or cycloafiphatic nucleus 
and at least one functional group selected from the 
group consisting of hydroxy!, carboxyi. and amino; 

c) at least one difunctionaJ reactant selected from a 
glycol or a mixture of a glycol and diamine having 
two -NRH groups, the glycol containing two - 
C(R 1 ) 2 -OH groups wherein R in the reactant is 
hydrogen or an alky! group of 1 to 6 carbon atoms, 
and R 1 in the reactant is a hydrogen atom, an alKyl 
of 1 to 5 carbon atoms, or an aryl group of 6 to 10 
cartoons atoms; 

d) 0 to 40 mole percent of a (Afunctional reactant 
selected from hydroxycarboxylic adds having one - 
C(R) 2 -OH group, aminocarboxyiic acids having one 
-NRH group, amino-alcohois having one -C(R)2-OH 
group and one -NRH group, or mixtures of said 
difunctionaJ reactarrts wherein R in the reactant is 
hydrogen or an alkyl group of 1 to 6 carbon atoms; 
and 

e) 0 to 40 mole percent of a multifunctional reactant 



containing at least three functional groups selected 
from hydroxyl, carboxyi, and mixtures thereof 
wherein at least a portion of the multifunctional 
reactant contains at least three hydroxyl groups, 

wherein ail stated mole percentages are based on the 
total of ail acid, hydroxyl and amino group containing 
reactarrts being equal to 200 mole percent, and wherein 
the polymer contains proportions of acid-group contain- 
ing reactarrts (100 mole percent acid) to hydroxy- and 
amino-group containing reactants (100 mole percent 
base) such that the value of the equivalents of base 
divided by the equivalents of acid is between 0.5 and 2; 

(ii) 0 to 80% by weight of a compatible tackifier; 

(iii) 0 to 40% by weight of a compatible plasticizer; 

(iv) at least one crystalline material selected from 
the group consisting of: 

(I) 10 to 40% by weight of a compatible wax 
diluent with a molecular weight below 500 
g/mole containing at least one polar functional 
group, said group being present at a concentra- 
tion greater than 3 x 10' 3 equivalents per gram 
and 

(If) 5 to 60% by weight of a crystalline thermo- 
plastic polymer; and 

(v) 0 to 3% by weight of a stabilizer. 
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the total of (i) - (v) to equal 1 00% by weight 
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Description 

Hot melt adhesives are used commercially tor a wide variety of applications. The major advantage of hot melt adhe- 
sive systems is the lack of a carrier fluid which eliminates the need for drying the adhesive film once it is applied to the 

s substrate. This elimination of the drying step overcomes hazards associated with solvent usage and also allows for 
faster production line speeds and lower transportation costs. 

For various applications, it is also desired that some hot meft adhesives be hydrophilic,- Le.. be water-soluble, water- 
sensitive or water-activated. Such hydrophilic adhesives find use, for example, in the construction of flushabie dispos- 
able products including diapers and sanitary napkins where Ihe high degree of tack which is needed during construction 

70 and use must be substantially decreased so as to prevent adhesion to porcelain and sewer pipes, and also to promote 
the disintegration of the disposable article in water. Water activatible adhesives are used for remoist enable envelope 
seals and other labeling applications where subsequent repufpabilrty is also beneficial. Water repulpable adhesives are 
particularly useful in applications involving bag sealing, case and carton sealing, bootoinding. roll wrapping and tissue 
plybonding. 

75 Hot melt adhesives nave historically been based on petroleum derived polymers such as polyethylene, ethylene- 
vinyl acetate, styrenic block copolymers and polypropylene Water sensitive hot melts have also been prepared from 
vinyl pyrrol idone polymers including vinyl acetate/vinyl pyrroiidone copolymers. AD these adhesive compositions are fur- 
ther tackrlied, plasticized and/or reinforced with a variety of resins, oils and/or waxes which are derived from both petro- 
leum and naturally occurring feedstocks such as wood, gum and tall oil rosin and terpen es. These classic compositions 

20 suffer from the cyclical price cycles common to all ofl derived materials and also are generally very resistant to degra- 
dation once the articles employing them are disposed of. 

The present invention stems from the growing heed for hydrophilic materials and also the movement to utilize raw 
materials which have demonstrated some level of degradation. In this regard, water dispersible sulfonated polyesters 
have been available for many years. When used in hot melt adhesives, the resulted adhesives were generally of very 

25 high viscosity because of several reasons: 1 ) the incompatibility of the polymers with common waxes; 2) the high Tg of 
the polymers used due to the aromaticity of the diacids which were generally used in such polyesters; and 3) the high 
molecular weight of the polymers. Recently, improved sulfonated polyesters were developed (Miller et al.. WO 
95/1 81 91 ) which are characterized by reduced Tg's of less than 20*C and by the incorporation of branch points to raise 
the strength/viscosity ratio Nonetheless, these adhesive compositions described by Miller et al. are still not suitable for 

30 most packaging application because of their poor heat resistance and high viscosity. While it is possfole that such defi- 
ciencies could be overcome by the addition of waxes, the waxes normally used in these types of adhesives. even those 
relatively high polarity are not compatible except at very low concentrations. (\.e., <S%). 

We have now found that the heat resistance and strength of hot melt adhesives based on sulfonated polyesters 
may be significantly improved by the incorporation of specific crystalline waxes or polymers. By use of the term "crys- 

35 talline" herein is meant that the material exhibits one or more melting exotherms when subjected to DSC (Differential 
Scanning Coiorimetry) testing. Thus, we have discovered that crystalline waxes compatible to the required level to 
obtain good adhesive properties (210% wax) must contain at least one polar functional groups (eg., hydroxy!, amide. 
suHone, phosphate, sulfonamide, urethane. carboxylate acid, amine, carbonate) and that those must be present at a 
concentration of greater than 3 X 10* equivalents per gram. In addition the wax molecular weight must be below 500 

40 g/mole. Alternatively, the desired properties may be achieved by the incorporation of 5 to 60% by weight of certain 
hydrophobic crystalline thermoplastic polymers such as ethylene vinyl acetate copolymers containing 12 to 50% vinyl 
acetate, ethylene acrylic acid, ethylene methyl acrytate and ethylene n -butyl acryiate copolymers as well as polylactide, 
capro lactone polymers and potyfhydrc^-butyrate/hyoto polyvinyl alcohol poly (ethylene oxide) linear satu- 

rated polyesters such as Dynapol or Dynacoll polymers from HOs. poly ether amide or polyester ether block copolymers 

45 available from Atochem (Pebax) or Hoechst Cdanese (Rrteflex) respectively, and pdyarrride polymers such as those 
available from Union Camp (Unirez) or Hulls (Vestamelt) or EMS-Chemie (Grittex). 

The crystalline wax materials are necessary to obtain fast set speeds and the very low viscosity required for most 
packaging applications (<3000 cps at the application temperature). For other applications requiring either high strength 
, (such as bookbinding, bag ending, binder fibers, or films) or moderate strength but high flexSoilih/ (construction adhe- 

5oi • sives used to bond flexible substrates s uch as thin fflms and nonwcvens) the addition of the crystaJjinejxjIymers fs nec-. 
essary to obtain the right balance tf 'llexibilrtyy strength, and toughness, as w ell as to prevent cold flow/ 

Thus, in its broadest aspect the^presenf invention is directed to hot melt adhesive compositions comprising (a) 10 
to 90% by weight of a sulfonated polyester; (b) 0 to 80% by weight of a compatible taoWfier; (c) 0 to 40% by weight of a 
compatible plasticizer and 0 to 3% by weight of a stabilizer; (d) 5% by weight of at least one crystalline material selected 

55 from the group consisting of a compatible crystalline wax diluent and a crystalline thermoplastic polymer with the total 
of (a) - (d) to equal 100% by weight. 

It will be recognized that the general formulations described above can be adapted to include a wide variety of hot 
melt adhesive compositions, the more precise formulations of which will vary depending upon the specific end use, as 
known to those skilled in the particular art 
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Preferred packaging adheres are non-pressure sensitive and are prepared using 30 to 70% of the polyester, 5 to 
30% of a polar tadtfier; 0 to 40% of a plastidzer, preferably a diethylene glycol benzoate or other liquid pclyesteroli- 
gomer and 10 to 30% of the crystalline wax, preferably stearamide. or N-(2-hydroxyethyl)- l2-hy*oxy^earam^Other 
preferred non-pressure sensitive adhesh/es are prepared using 0 to 30% of a polar tadtifier; 0 to 40% of a P»astiazer. 
preferably a diethylene glycol benzoate or other liquid polyester oligomer and 10 to 30% of the crystalline wax. prefer- 
ably stearamide, or NK2-hydroxyethyt)-12-hyoYoxy stearamide; and 5 to 60% of a polyester. 

The major component of the adhesive of the invention, present in an amount of 1 0 to 90% by weight of the adhesive 
comprises a sulfonated polyester condensation polymer comprising the reaction product of: 

, a) at least one difunctional dicarboxyfic acid or corresponding methyl ester which is not a sulphomonomer ; 

w 2 to 25 mole percent of at least one sulphomonomer containing at least one metallic sulfonate group or nitrogen- 
containing norwnetailic sulfonate group attached to an aromatic or cydoaliphatic nucleus and at least one func- 
tional group selected from the group consisting of hydroxy!, carboxyl, and ammo. 

c) at least one difunctional reactant selected from a glycol or a mixture of a glycol and diamine having two -NRH 
r groups, the glycol containing two -C{R 1 ) 2 -OH groups wherein R in the reactant is hydrogen or an alkyl group of 1 

to ecarbon atoms, and R 1 in the reactant is a hydrogen atom, an alkyl of 1 to 5 carbon atoms, or an aryl group of 

6 to 10 carbons atoms; . . . . n r/o\_nu 

d) 0 to 40 mole percent of a afunctional reactant selected from hydroxycarboxylc aadshaving one-C(R)rOH 
group, antirxxarboxytic acids having one -NRH group, amino-alcohds having one -C(R)sK)H group and one -NRH 

o group! or mixtures of said difunctional reactants wherein R in the reactant is hydrogen or an alkyl group of 1 to 6 

eTo^to^^letercent of a multifunctional reactant containing at least three functional groups selected from 
hydroxy!, carboxyl. and mixtures thereof wherein at least a portion of the multifunctional reactant contams at least 
three hydroxy! groups, 

* wherein all stated mole percentages are based on the total of aQ acid, hydroxy! ar* amino S^cc^^rwctonte 
being equal to 200 mole percent and wherein the polymer contains proportions of aod^roup <™ 
mole percent acid) to hydroxy- and aminc-group containing reactants (100 mole percent base) such that the value of 
(equivalents) EQ (base) divided by (equivalents) EQ (acid) is between 0.5 and 2. ........ 

» The difunctional acid or ester reactant of (a) of the composition of the present invention is f"h"*£*^ 
aliphatic in nature and may be an acid selected from the group consisting of oxalic; malomc; dmethylmaJonic. 
giuteric; edipic; trimethyladipic; pimelic; pivalic; fumaric; maleic; dodecanoic; 2.2-dimethylglutanc; azelaic; 
cydwedicarboxy^ 1.3<ydohexane dicarboxylic; 

Phthlnc; terephthalic; isophthalic; 2,5^rtornane-dcarboxy.ic; 1 ,3-naohthalic; diphenic; 

,5 ttiodipropiorTc; 4,4-sulfonytdtoenzolc; and 2,5-napr^lenedicarboxyiic acids and esters thereof and ™^ 

The difunctional dicarboxylic acid or ester reactant of (a) is preferably selected from the group d aodsconseting of «so- 
phthalic acid, terephthalic acid., phthafic anhydride (add), acfipic acid, pivalic add. a^ecan^oic aaa,sebaac aad. 
azelaic add, 1 .4<ydohexanedicarboxylic acid. 1 .3^clohexane<licarboxyfic aad. maleic anhyd^ejumanc aad suc- 
cinic anhydride (add). 2.6-naphtr^enedicarboxyiic acid, and gtutaric acid and esters thereof ^^^^ 

to more preferred difunctional dicarboxylic acid reactants of (a) are selected from the group consisting ^ -sophthabc aad. 
adipic acid, 1,4-cyctohexanedicajboxylic add, l^cydohexanedcartxwyfc acid and mixtures thereof with 1.4- 

cydohexanedirauboxytic add being most preferred. . . 

The sulphomonomer reactant of (b) is preferably selected from the group consisting of * fur ^j~ f ^ 
taining a -SO3M group attached to a nucleus selected from the group consisting of benzene, naphthalene, anthracene. 

is diphenyl, oxydiphenyl. suHonyUiphenyl. and methylenediphenyl. wherein M is Na+. U+. M ^J^T^™ 
Fe+++ . The more preferred suHomonomer reactant of (b) is selected from the group consisting of dials an del adducts 
of multifunctional reactant containing at least Ihree hydroxy! groups and a monocarboxytic ^^^J^^ t 
ing at least one metallic sulfonate group or nitrogervecntaining non-metallic 

cydo-aiiphatic nudeus. Alternatively, a more preferred group of sufomonomers .ndude L 5 ^f^^ e C a ^ 
so dimethyl S^odiosulfoisophthalate. S^HhiosuHoisphthalic acid, and ^(^hydroxyelhylJ-S-scd^ulfo.s^rrthaJate, with 

the 5-sodiosulfoisophtha!ic add or dimethyl 5-sodiosulfoisophthalate being most preferred. 

The difunctional reactant of (c) is preferably a did selected from the group consisting * ^^f^^j™ 

glycol. 1.3-propanediol. 2-methyH.3-propanediol. 2,4^imethyl-2-etriyl-hexane-1.3-diol, 2 ^ m ^J' 3 ^^ e f? 

(neopentylllycol). 2-ethyf-2-butyl-l.3^opanediol (neopenty. glycol). 2^2^-1 3-prop^ 
55 butyl-1.3-propanedid. 1 ,3-butanedioi. 1,4-butanedid. 1 ,5-pentanediol. 

thiodiethanol, 1 .2-cydohexanedimethanol. 1,3-cydohexanedmetJianol. 1 .4<ydohexaned.methanoJU 2£< 4-tetrme- 

thyt- 1 .3-cyclobutanediol. p-xytytenedid.diethylene glycol. Methylene glycol, tetraethylene glycol. Pe^ethylene glycol. 

hexaethylene glycol, heptaethylene glycol, octaethylene glycol, nonaethylene glycol, decaelhylene 9*/^, 2.2 4-tnme- 

thyl-M.3-pentanedid. hydroxypivaryl hydroxypivalate. dipropylene glycol. 1.1 0-decaned.ol. hydrogenated bisphenol A. 



1 



4 



EP 0 761 795 A2 



and mixtures thereof. The d [functional reactant of (c) is more preferably selected from the group consisting of diethyl ene 
glycol; neopentyl glycol, cyclohexanedimethanol, 2-ethyt-2-dutyl-1 ,3-propanedtol, 2Z4-trimethyl-1,3-pentanediol, 
hydroxypivalyl hydroxypivaiate. and 2-methyt- 1,3 -propanediol, with diethylene glycol, neopentyl glycol, and cycJohexarv 
edimethanol being most preferred. 
5 Advantageous difunctionai components which are aminoalcohote include aromatic aliphatic heterocyclic and 
other types as in regard to component (d). Specific examples include 5-amirx)metf^-cyclohexanemethanot; 5- amino- 
2-ethyi-pentanol-l, 2-{4-b-hydroxyethoxvphenyl)-l -amirioethane, 3-amino-2,2-dimethytpropanol, hydroxyethytamine. 
etc. Generally these aminoaicohois contain from 2 to 20 carbon atoms, one -NRH group and one -CCRJj-OH group. 
Advantageous difunctionai monomer components which are aminocarboxyGc acids include aromatic aliphatic het- 
w erocyiic, and other types as in regard to component (d) and include lactams. Specific examples include 6-arrunocaproic 
acid, its lactam known as caprotactarn, ctnega-arrtinoundecanoic acid. 3-amino-2-dirnethylpropiortic acid, 4-{b-ammoe- 
thyl) -benzoic acid. 2-<b-arrtinopropoxy) benzoic acid, 4-aminomethlcydohexanecarboxylic acid, 2-(b-aminopropoxy) 
cydohexanecarboxyfic acid. etc. Generally these compounds contain from 2 to 20 carbon atoms. 

Advantageous examples of difunctionai monomer component (d) which are diamines include ethylene-diamine; 
75 h exam ethylenedj amine; 2,2,4-tnmethyfhexamethylenediamine; 4-oxaheptane-1,7-diarnine; 4,7-dJoxadecane-1,10- 
diamine: 1,4-cydohexanebismethylamine: 1.3-cydoheptamethylenediamine; dodecametnyl enediamine. etc. 

Reactant (e), when used, preferably contains 3 to 6 hydroxyl and/or carboxyf groups; more prefened is trimethylol- 
propane (TMP). trimethylolethane (TME). glycerine, pentaerythritol, arytritol. thrertol. dipentaerythritoJ. sorbitol, trimel- 
litic anhydride, pyromeJIriic dianhydride. or dimethylolpropionic acid, with TMP being most preferred. It is preferred that 
so reactant (e) be present in a minor amount up to 40 mole percent more preferred 0 to 20 mole percent 

The polyester composition used as a component of the hot melt adhesives of the present invention preferably com- 
prises 60 to 100 mole percent of (a), 4 to 20 mole percent of (b), 80 to 100 mole percent of (c). 0 to 10 mole percent of 
(d), and 0 to 20 mole percent of (e). 

In other more preferred embodiments of the invention the polyester comprises 60 to 100 mole percent of 1.4- 
25 cydohexanedicarboxyfic acid; 4 to 20 mole percent of 5-sodiosulfotsophthalic acid or dimethyl 5-sodiosulfoisophthalate; 
and 80 to 100 mole percent of diethylene glycol, neopentyl glycol or cyclohexanedimethanol. 
/ The use of sulfonated polyester confers the additional advantage of providing a degree of water sensitivity which is 
/ dependent on the ionic strength of the aqueous environment Thus, adhesives can be formulated which are sufficiently 
resistant to the ionic environments encountered during use (such as the exposure to bodily fluids encountered in dia- 
30 pers and feminine napkins) yet still disperse and/or debond in tap water, which is of lower ionic strength. These adhe- 
sives are therefore particularly useful in constructing flushabte disposable articles. 

The sulfonated polyester component has been found to provide tine unique properties to the adhesives of the 
present invention. The ability to use such levels of this material in adhesives is unexpected in light of the fact that the 
polymer, by itself, does not possess an adequate balance of heat and cold adhesion as required by specific end use 
35 applications. Moreover, the adhesive can be applied at relatively low temperatures, i.e. as low as about 250*R, a definite 
advantage in many applications involving heat sensitive substrates which may be damaged by coating with molten 
adhesives at higher temperatures, while providing a greater degree of safety to the handler. 

The preparation of the polyesters used herein is generally described, for example, in U.S. Patent Nos. 4.910,292, 
4,973.656. and 4,990,593. 

40 The preferred polycondensation reactant conditions for the preparation of the polyester are at a temperature of 1 50 
to 230°C in the presence of a catalyst The catalyst for the polycondensation reaction is preferably an add catalyst more 
preferably art organo-metallic compound, such as a tin or titanium containing compound. Suitable examples of the add 
catalyst include dtbutyttinoxide. stannous oxalate, titanjurmefrasccropcoode, butytstannoic acid, and p-toiuenesuffonic 
acid, with butylstannoic acid being most preferred. A preferred butylstartnoic acid catalytic amount is 0 to 0.5 weight per- 

45 cent based on the total weight of readants, preferably 0.01 to 0.2 weight percent with 0.1 weight percent being most 
preferred. 

The viscosity of the polyester is preferably between lOOOcP and 1.000.000cP at 350" F. most preferably between 
5000 and 60.000 cR Viscosity is measured in a Brookf iekJ viscometer using a #27 spindle, viscosity is generally related 
to molecular weight with higher viscosities corresponding to higher molecular weights. 

so The tackifying resins useful in the adhesive compositions are generally polar in nature and have a Ring and Ball 
softening point greater than 60°C and include rosin and rosin derivatives, terpen e phendics, pure phenolic resins, and 
the Pke. More particularly, the useful tackifying resins include any compatible resins or mixtures thereof such as (1 ) nat- 
ural and modified rosins such, for example, as gum rosin, wood rosin, taO dl rosin, distilled rosin, hydrogenated rosin, 
dimerized rosin, and polymerized rosin; (2) rosin esters such as glycerol and pentaerythritol esters d natural and mod- 

55 ified rosins, such, for example as the glycerol ester of pale, wood rosin, the glycerol ester of hydrogenated rosin, the 
glycerol ester of polymerized rosin, the pentaerythritd ester of hydrogenated rosin, and the phendic-modified pentaer- 
ythritol ester d rosin: and (3) phenolic modified (a) terpen e or (b) a-methyl styrene resins as well as the hydrogenated 
derivatives thereof such, for example, as the resin product resulting from the condensation, in an acidic medium at a 
bicydic terpene and a phend. Mixtures of two or more of the above described tacWfying resins, as well as blends of the 
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above resins with small amounts of (e.g.. less than about 20% of the adhesive) less compatible resins may be utilized 
for some formulations. 

Representative of the latter group of polar taddfiers include ionic materials such as Fbral NC available from Her- 
cules; non-ionic materials such as Fbral AX also from Hercules; alpha methyl styrene phendics such as Uratak 68520 
5 from DSM Resins, rosin esters such as Unitac R100L available from Union Camp and terpen e phenolics such as Nirez 
300, available from Arizona Chemical. In the formulations, typically terpene phenolic taddfiers such as Nirez 300 are 
generally not water dispersrbie; however, because the sulfonated polyester is very water sensitive, incorporating the 
tackrfier at low levels (i.e. less than 50%) into the present adhesive formulations does not inhfort the water sensitivity of 
the adhesives. 

io Furthermore, the use of sucrose benzoate as a taddfier has been found to be particularly useful due to its biode- 
gradable and compostable character. The sucrose benzoate is preferably utilized in its alcohol soluble form wherein the 
sucrose is partially esterified. This grade is a Tight colored, clear non-crystalline solid with a softening point of about 
95'C. Alternatively, the non-alcohol organic soluble grade, a water-clear. non-crystalBne flake solid having a softening 
point of 98*C. may also be used. Both grades are available commercially from Velsicol Chemical Corporation. 

15 Additionally, small amounts (i.e.. less than 20 percent by weight) of non-pdar taddfiers may be used in combination 
with the previously described taddfiers. Typical of this class of non-polar taddfiers are the aromatic/aiiphatics such as 
ECR-U9B from Exxon Chemical; aromatics such as Kristalex 3085 from Hercules; aliphatic rr/drocarbons such as 
Wingtac 95 from Goodyear; cydic altphatics such as Eastotac H-100 from Eastman Chemical. While the tackrfier may 
comprise up to about 70% of the adhesive, it is generally used in amounts of about 10 to 60% by weight 

20 Depending on the end-use application, and particularly for uses requiring highly flexible adhesives. various com- 
patible liquid plasticizers or extending oils are present in the composition. Preferred compatible ptastidzers are non- 
crystalline in nature and indude polar liquid ptastidzers including phthalate ptastidzers such as dioctyl phthalate and 
butyl benzyl phthalate (e.g.. Santicizer 160 from Monsanto); liquid polyesters (non-crystalline) such as Dynacol 720 
from Huts and the liquid polymeric plastidzer available from CP. Hall; benzoate plasticizers such as 1 ,4-cydohexane 

25 dimethand dibenzoate (e.g., Benzoflex 352 available commercially from Velsicol), di ethylene glycol/dipropylene gtycd 
dibenzoate (e.g.. Benzoflex 50 from Velsicol) and diethylene glycol dibenzoate where the mole fraction of hydroxy! 
groups which have been esterified ranges from 0.5 to 0.95 (e.g. Benzdlex 2-45 High Hydroxy! also from Velsicol); phos- 
phate plastkazers such as t-butytphenyl diphenyl phosphate (e g.. Santicizer 154 available commercially from Mon- 
santo): polyethylene glycol) with molecular weight below about 1000 and derivatives of polyethylene glycol) (e.g.. 

30 Pycal 94. the phenyl ether of PEG, available commercially from ICI) ; ethoxylated bis phenol A (e.g., Macol 206 EM from 
PPG Industries): dinonyl phenol ethyoxytates (e.g., Surfonic ONP 100 from Huntsman Chemical Corp); liquid rosin 
derivatives having Ring and Ball melting points below about 60*C such as the methyl ester of hydrogenated rosin (e.g.. 
Hercolyn D from Hercules); as well as vegetable and animal oils such as glycerol esters of fatty acids and polymeriza- 
tion products thereof. Particularly preferred plastidzer indude phenyl ether of pcJyethytene-giycol; butyl benzyl phtha- 

35 late; benzoates such as 1 ,4-cydohexane dimethanol dibenzoate, diethylene glycol/dipropylene glycol dibenzoate, and 
diethylene glycol dibenzoate where the mde fraction of hydroxy! groups which have been esterified ranges from 0.5 to 
0.95. These plasticizers are also pdar in chemical composition and show improved compatibility over plasticizers which 
are not polar such as Mineral Oil. 

it wiO be recognized that the end use application win greatly affect the choice of plastidzing diluent with adhesives 

40 which require biodegradabilrry using plasticizers such as benzoates. phthalates. liquid polyesters as well as vegetable 
and animal dts. Applications where water dispersfcifity is more essential will benefit from the use of polyethylene glycol 
or water soluble ethoxylated alcohols (e.g. Pycal 94) as the plastidzing component 

There may also be present small amounts (La. less than about 1 0%) of non-polar plasticizing diluents such as min- 
eral dl and pdybutene. 

45 Certain of the adhesives of the invention require the use of crystalline wax materials. In such cases, the waxes are . 
employed at levels of 10 to about 40% by weight to reduce the melt viscosity while improving heat resistance. The 
waxes used must be highly polar, containing 2 3 X 10* 3 equiv/g of pdar groups and at least one group per molecule and 
with a molecular weight below 500 g/mcle. Higher concentrations of polar groups are necessary for higher molecular 
weight waxes. These polar groups include hydroxy!, amide (primary, secondary, and tertiary), sulfone. phosphate 

so esters, sulfonamide, carbonate, urea, amine, urethane, carboxylic acid; and carboxylate salts, ureas, and sulfonate 
salts 

Suitable crystalline polar waxes include 12-hydroxystearamide, N-(2 -hydroxy ethyl) 12-hydroxystearamide (Paricin 
220 from CasChem), stearanrride (Kemamide S from Wrtco). glycerin monostearate, sorbitan monostearate. and 12- 
hydroxy stearic acid. Also useful in combination with the above are the less pdar waxes such as N,N'-ethyiene-bis- 
55 stearanrdde (Kemamide W-40 from Wrtco). hydrogenated castor dl (castor wax) , oxidized synthetic waxes, and function- 
aiized synthetic waxes such as oxidized polyethylene waxes (Petrolite E-1040). 

The crystalline component necessary for the adhesives of the invention may alternatively be a crystalline hydropho- 
bic thermoplastic polymer present in the adhesive 5 to 60%. preferably 10 to 40%. These polymers are employed in 
order to impart flexibility, toughness and strength. Suitable crystalline thermoplastic pdymers indude ethylene vinyl 
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acetate copolymers containing about 12 to 50% vinyl acetate, ethylene acrylic acid, ethylene methyl acrylate and eth- 
ylene n-outyi acrylate copolymers as well as polyiactide, caprotactone polymers and poly(hydroxy-rxrtyrate/hydroxyva- 
lerate). polyvinyl alcohol, linear saturated polyesters such as Oynapol or Dynacoil polymers from Hals, poly (ethylene 
oxide) polyether amide or polyester ether block copolymers available from Atochem (Pebax) or Hoechst Celanese (Rite- 

5 flex) respectively, and polyamide pdymers such as those available from Union Camp (Umrez) or Hulls (VestameH) or 
EMS-Chemie (Griltex). The polymers added may be amorphous or crystalline, but at least 5% of a crystalline polymer 
is required to achieve adequate properties. 

Preferred among these crystalline polymers are other polyester polymers such as those available from EMS- 
Chemie. Sumter. SC, under the tradename Griltex, or from Hute America. Piscataway. NJ. under the tradenames 

io Dynapol and Dynacoil (Iowa- molecular weight). Also preferred are polyamides such as those available from Union 
Camp. Wayne. NJ. under the Unirez tradename or copolyamides available from HQls under the Vestamett tradename 
and also from EMS-Chemie also under the Griltex name By crystalline is meant the saturated polyesters and dimer 
acid based polyamides which are described in the Handbook of Adhesives. P- 478. C. RossHto, 

It may also be desirable to incorporate into the hot melt adhesive up to 20% by weight of certain other hydrophiBc 

75 non-crystalline polymers 6uch as hydroxyethyl cellulose, hydroxypropyl cellulose, polyvinyl methyl ether, polyvinylpyrro- 
lidone, polyethytoxazoline, starch or cellulose esters, particularly the acetates with a degree of substitution less than 
2.5; the latter polymers functioning to increase the water sensitivity of the adhesives which may be desired for some 
applications. 

Other hydrophobic compatible polymers include elastomeric polymers such as styrene containing block copoty- 
20 mens, e.g., styrene-isoprene-styrene, epoxidized polyisoprene. styrene-butadiene-styrene. styrene- ethylene butyl ene- 
styrene. styrene-ethylene propylene styrene may also be present at levels up to about 30% by weight. Of these poly- 
mers, those based on styrene-isoprene-styrene are most preferred- Among the applicable stabilizers or antioxidants 
which may be included herein are high molecular weight hindered phenols and multifunctional phenols such as sulfur 
and phosphorous-containing phenols. Representative hindered phenols include: l.3,5-trimethyl-2,4,6-tris(3.5-di-tert- 
25 butyl-4-hydroxyphenyl) propionate; n-octadecyl 3.5-di-tert-butyl-4-hydroxyphenyl) propionate; 4.4'-methlenebis (2,6-di- 
tert-butytphenol); 4,4 , -thtobis (6-tert-butyl-o-cresof); 2.6-di-tert-butyiphenol; 6-(4-hydraxyphenoxy)-2,4-bis(n-octylthio)- 
1.3.5-triazine; di-n-c<tedecyl-3.5-di-tert-butyM-hy^ 2-{n-octylthio)-ethyl 3,5-di-tert-butyM- 

hydraxybenzoate; and sorbitol hexaf3K3,5^-tert-butyl-4-hydroxypherry0propionate]. If used, the stabilizer is present in 
levels of 0.1 to 3% by weight 

so Optional additives may be incorporated into the hot melt compositions in order to modify certain properties thereof. 
Among these additives may be included colorants such as titanium dioxide; and fillers such as talc and clay, etc. 

The hot melt adhesive compositions of the invention may be formulated using techniques known in me art. An 
exemplary procedure involves placing approximately 40% of the total tackrfying resin concentration with all the polymer, 
wax, plasticizers and stabilizers in a jacketed mixing kettle, preferably in a jacketed heavy duty mixer, which is equipped 
35 with rotors and thereupon raising the temperature to a range of from up to about 130*C. After the resin has melted, the 
temperature is lowered to 150* to 165°C. Mixing and heating are continued until a smooth, homogeneous mass is 
obtained whereupon the remainder of the tackifyrng resin is thoroughly and uniformly admixed therewith. 

As noted above, the sulfonated polyester containing hydrophific hot melt adhesives of the invention will be formu- 
' lated differently depending upon the particular end use. Specifically, hot melt adhesives for various end uses are 
40 described below. 



45 
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Roll Wrap 


Case and Car- 
ton Sealing 


Tissue Ply 
Bonding 


Constr. 


r> i til i , 

bottle 
Labeling 


Bag Ending 


iNon woven 
Binder Fto- 
ers/Films 


Polyester 


30-80 


30-80 


30-80 


20-90 


30-80 


30-80 


50-90 


Tackifier 
















Polar 


0-30 


0-30 


0-30 


0-60 


0-20 


0-20 


0-40 


Non-polar 


0-20 


0-20 


0-20 


0-20 


0-20 


0-20 


0-20 ! 


Plasticizer 
















Pnlar 
ruidi 


0-60 


0-60 


0-60 


0-30 


10-50 


0-30 


0-30 


Pion-puicu 




0-10 


0-10 


0-10 


0-10 


0-10 


0-10 \ 


Waxes 
















Polar 


10-40 


10-40 


10-40 


0-30 


10-50 


10-40 


0-30 


Non-polar 


0-10 


0-10 


0-10 


0-10 


0-10 


0-10. 


0-10 


Other Poly- 
















mers 
















. Hydrophilic 


0-20 


0-20 


0-20 . 


5-30 


0-30 


0-10 


0-30 


Hydrophobic 


0-15 


0-15 


0-15 


0-30 


0-30 


0-30 


5-60 



As noted above, the resulting adhesives may be employed in a wide variety of uses as are Known in the art The 
crystalline wax containing adhesives may be effectively utilized in a variety of packaging and carton sealing applica- 
tions. The non-pressure sensitive adhesives may also be used to bind a plurality of sheets in a wide range of bookbind- 
ing operations. They may also be used for laminating tissue and/or screen-reinforced tissue layers such as are used in 
individual or roll use applications as in wipers, paper towels, toilet tissue and other consumer or industrial end uses. 
When formulated with plasticizers, the resultant adhesives may be used in the assembly or construction of various dis- 
posable applications including, but not limited to, sanitary napkins, disposable diapers, hospital gowns, bed pads and 
the like. In particular, adhesives are useful for the construction of disposable articles using multi-line, spray, or slot-coat- 
ing construction techniques wherein at least one flexible film substrate is bonded to at least one tissue, non-woven, 
polyotefin or other flexible polymeric f 3m substrate. In addition, the adhesives may be useful in the bonding of elastic to 
polyethylene, polypropylene or non-woven substrate so as, for example, to impart elongation resistant gathers thereto. 

With high levels of crystalline polymers, adhesives suitable as films or binder fibers can be prepared. Generally at 
least 1 5 and preferably 20-40% crystal fine polymer is required for these applications. In contrast construction adhesives 
require a high degree of flexibility, but still need at least 5% of a crystalline polymer to avoid cold flow, preferably 5 to 
10%. 

In the following illustrative examples ail parts are given by weight and all temperatures in degrees Celsius unless 
otherwise noted. 

EXAMPLES 

In preparing the foDowing samples, a heavy duty mixer which had been heated to 165 a C and which was equipped 
with a stirring paddle was charged with 40% of the tackrfying resin and/or diluent. After mefting of the resins, stirring was 
then initiated whereupon the polyester was added slowly at 165'C over a one-half hour period after which the temper- 
ature was lowered to 150*C. Heating and stirring were continued until a homogeneous mass was obtained whereupon 
the remainder of the tackrfying resin and/or diluent was admixed therewith. 

The samples were tested using the following procedures: 

Viscosity measurements were determined after 30 minutes using a Brookf ield viscometer (Spindle 27). 

The adhesive was also subjected to Peel/Shear testing such as is conventionally required in the packaging industry. 
Peel Temperature Test: A bead of test adhesive approximately 1/8 inch in diameter is applied at 325°F to 350*F with a 
glass rod onto 60 pound/ream kraft paper. A second sheet of the same paper is superimposed on the first sheet within 
2 seconds and pressed thereto to form a kraft-to-kraft bond. The bonded sheets are then cut perpendicular to the adhe- 
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sive line into 1 inch wide strips. Duplicate bonded specimens are placed in an oven with one free end of the specimen 

attached to a fixed support and a 1 00 gram load suspended from the other sheet at the same end of the bond . The oven 

temperature ts then increased in 10*F increments at 15 minute intervals. The temperature at which bond delamination 

occurred is specified as the ped temperature. 
s Shear Temperature Test: Samples are prepared as in peel temperature test but separate sheets of Kraft at opposite 

ends of the bonded specimen are suspended and weighted to stress the bond in a shear mode. The temperature of the 

oven is increased as in peel test until failure occurs. 

Adhesion Test: A molten bead of hot melt at 325°F to 350'F was drawn across the middle (widthwise) of a 1 " x 3" 

strip of corrugated paper. A second strip of corrugated paper was then immediately superimposed upon the first and a 
10 100 gram weight placed on top of the construction The kraft-to-kraft bonds were then aged 24 hours at room temper- 
ature. After aging, the samples were stressed by hand at the temperature noted (O'F. 20*F or 40*F) in a 90° peel mode. 

The presence of complete fiber tear (FT.) indicates excellent adhesion. 

Tack and Range were measured by drawing out a 3 mil thick adhesive film and qualitatively measuring the tack by 

determining how many successive finger prints could be made in the film before it set The range or open time indicates 
J5 the number of seconds during which the finger prints can be made. Cigarette plug adhesion was measured by applying 

a bead of adhesive to cigarette plug paper, forming a bond and conditioning the bond for 24 hours at room temperature. 

After conditioning, the bonds were pulled at 180" mode by hand. 

Some of the adhesives were also tested for thermal stabffiry by storing at 275'F for 24 hours. After the testing 

period, remove the jar. check for the following: - 

20 

a. Skin 

b. Dirt/char particles 

c. Sedimentation - partial skin precipitating and failing to the bottom of the jar. 

d. Volatile char 

25 e. Gelation - carefully examine the contents with a glass stirring rod for signs of gels or lumps. 

f. Color or odor 

g. Product separation - the presence of distinct layers, also known as phasing. 
Water Dispersibility Test (TAPP I UM 666) 

30 

The purpose of TAPPI UM 666 is to test the dispersibility.or to quantify the degree of dispersibility of adhesives in 
water. The adhesive is prepared tor testing by drawing down a coating on a teflon coated sheet Typically a 3 mil coating 
is drawn down. The adhesive is chipped or scraped from the teflon sheet and ready for testing. 

A 1 .0 gram sample of adhesive is added to 700 ml of room temperature (R.T.) distilled water in a blender. Agitation 
35 begins a high speed, and continues for five minutes. AD potential hang ups are loosened with a glass rod. during the 
mixing. At the conclusion of the mixing, the adhesive is filtered through a 60 mesh screen that is prewetghed. The metal 
. screen is place in a 1 77'C oven and dried to a constant weight The % adhesive dispersed is calculated as: 



Weight of sample - Amount retained on the screen X100a Dispersed, % 

40 ■ Weight of Sample 

Compatibility is determined by placing the hot melt (I00g) in a glass jar in an oven (typically 275'F) for 24 hrs.. and 
observing whether physical separation occurs on a macroscopic scale in the hot melt formulation. Opacity at any level 

45 is an indication of marginal compatibility. 

Blocking Tests: A Drawdown film was cast onto Kraft paper. The 3 mil coating was then cut into 1" x 3" strips. Then 3 
strips were piled atop coated to non-coated, placed in the oven at the desired temperature, and a weight placed on top 
of the pile to apply a 3psi blocking force. 

The polyesters utilized in the examples were obtained form Eastman Chemical (X-24272-126 and X-24539-9 are 

so commercially available as AQ1950. X-24539-27 commercially available as AQ 14000 and X-24539-5 commercially 
available as AQi 045 and exhibit the properties shown in the following table. Tg's were measured by differential scan- 
ning calormetry (DSC) at a heating rate of 20*C/min. on predried samples. Tg's (glass transition temperatures) and 
inherent viscosities (IV) were provided by the supplier. 



55 
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5 



Polyester Properties 




X-23950-198 


X-24272-126 


X-24539-5 


X-24539-27 


X-23950-39 


X-24539-9 


Viscosity 














177-C 


66,100 


29.000 


5,710 




3.570 




190*C 


46,800 


16.000 


2,620 




2,300 


62.800 


200'C 








255,000 






TflCC) 


0*to4» 


0* 






-0° 




IV 


0.45-0.59 


0.4 


0.30 


0-6 


0.21-0.34 


-0.4 



EXAMPLE I 

20 The following examples show how the water sensitive sulfonated polyesters can be formulated into a nonpressure 
sensitive packaging grade hot melt adhesives. 



TABLE 1 



Polymers 


1 


2 


3 


4 


5 


6 


Eastman X-24274-126 


60 




60 




60 


60 


Eastman X-23950-198 




40 




70 






EnBA 1 






5 








Nirez300 , 


10 


20 


5 


10 




5 


DNP-100 


10 


20 


10 


10 


15 


10 


Partem 220 


20 


20 


20 


10 


25 


25 


Santovar A 2 


0.5 


0.5 


0.5 


0.5 


0.5 


0.5 


TNPP 3 


0.5 


0.5 


0.5 


0.5 


0.5 


0.5 



1 Ethylene rvbutyi acrylate was obtained from EH Atochem. It con- 
tains 33-35% of butyl acrylate and exftttts a mefl index ol 900. 
40 2 Antioxidant from Monsanto Chemical Co 

3 Trisnonyl phenyl phosphite from General Electric Chemicals 



4s In Table I, samples 1 and 2 are examples of case and carton seal formulations using different molecular weight sul- 
fonated polyester polymer bases. Sample 3 is an example of a case and carton seal adhesive which is improved in 
physical properties due to the addition of EnBA to the adhesive Wend. Sample 4 is an example of a bag ending formu- 
lation while sample 5 shows an adhesive used in a tissueAubewinding application. The latter sample can also be used 
in a bottle labeling application since adhesion was observed when bonding a polypropylene film to a polyethylene 

so terephthalate (PET) substrate. Sample 6 is an example of a roll wrap adhesive, and when this adhesive was applied to 
cigarette plug wrap paper, complete fiber tear was observed. 

Specific details on the testing of these adhesives are presented in Tables 2 and 3. In those Tables, it is important 
to note that, despite the use of Nirez 300 a terpene phenolic taddf ier which is typically not water dispersible, formula- 
tions 1 and 3 were shown to be readily dfepersible. In the present compositions because the sulfonated polyester is very 

55 water sensitive, incorporating the tackrlier into the adhesive formulation does not inhftrit the water sensitivity of the 
adhesive formulations. 
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TABLE 2 



rs 



20 



30 



35 



Test Results 


1 


2 


3 


Viscosity (cps) 








275'F 


3510 


2980 


3250 


300 # F 


1790 


1850 


2105 


Peel (*F) Kraft/Kraft 


130 


130 


140 


Shear (*F) Kraft/Kraft 


180 


180 


180 


Corrugated Adhesive 








RT.(Room Temperature) 

i i 


1 00% FT. 


100% FT. 


100% FT. 


40*F 


100% FT. 


100% FT 


100% FT. 


20'F 


50% FT. 


50% FT. 


100% FT. 


0*F 


25% FT 


25% FT 


100% FT. 


Tack 


Aggressive 


Aggressive 


Aggressive 


Range 


3 sec. 


3 sec. 


3 SGC> 


Heat Stability 275'F <§> 72 hrs. 








Color 


Lt Yellow 


Lt Yellow 


Lt Yellow 


Skin 


None 


None 


. None 


Gel 


None 


None 


None 


Separation 


None 


None 


None 


Edge Ring 


None 


None 


None 


Final Viscosity 


2500 cps 


2100 cps 


2400 cps 


Oisperstbility (TAPPI UM 666) 


99% 


N/T 


99% 


N/T o not tested 



The test results presented in Table 2 show the adhesives to be particularly suitable for packaging applications such 
as case and carton sealing due to its low viscosity, good fiber tear and acceptable peel and shear values, with sample 
40 3 showing improvement with the added EnBA component Repulpability testing was done to measure the dispersabtlcty 
and samples 1 and 3 were chosen to demonstrate that the adhesives were completely dispersible. 



45 
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•Table 3 



is 



Test results 


4 


S 


6 


Viscosity 


• 






275*F 


11,760 


1800 


2050 


300'F 


7.830 


900 


1100 


Peel (*F) Kraft/Kraft 


ISO 


120 


130 


Shear (F) Kraft/Kraft 


180 


190 


190 


Tack 


Aggressive 


Aggressive 


Aggressive 


Range 


3 sec. 


3 sec. 


3 sec 


Adhesion to Kraft 






• 


RT 


100% FT 


100% FT 


100% FT 


40'F 


1 00% FT 


100% FT 


100% FT 


20'F 


100% FT. 


100% FT 


100% FT 


O'F 


100% FT 


100% FT. 


100% FT 


100'F ® 90% RH (Relative Humidity) 








Cigarette Plug Wrap 


N/T 


N/T 


Excellent 


Adhesion Polypropylene/PET 


N/T 


Excellent 


N/T 


Heat Stability 275°F <§> 72 hrs. 








Color 


Li. Yellow 


Li Yellow 


LL Yellow 


Skin 


None 


None 


None 


Gel 


None 


None 


None 


Edge Ring 


None 


None 


None 


Separation 


None 


None 


None 


Final Viscosity (cps) 


8600 


1300 


1400 



40 The test results presented in Table 3 show sample 4 to be particularly suitable for bag ending adhesive applications 
due to the higher viscosity, good fiber tear and good heat adhesion. Sample 5 is found to be ideally suited for tis- 
sueAubewinding due to the lower viscosity, good adhesion, and task. In addition, because of the adhesion of polypro- 
pylene Iflm to PET it can also be used tor bottle labeling applications. Sample 6 can be suited tor roll wrap applications 
as well as cigarette applications due to the excellent balance of heat and low temperature adhesion as well as the lower 

45 viscosity. 

EXAMPLE II 

The polymers were also used to prepare adhesives suitable for construction of disposable articles In these sam- 
so pies, sucrose benzoate was used as the tackrfier to give improved biodegradable properties. Sucrose Benzoate (ASG) 
is the alcohol soluble grade which is more polar than the regular grade because it has more unreacted hydroxy! groups. 
In Sample 7 described in Table 4, the adhesive was combined with a water soluble pigment for use as a wetness indi- 
cator. The pigment used was a blend of pigments in a rosin ester tackifier using Basadd Blue 750, a water soluble 
organic dye from BASF as the active ingredient 
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TABLE 4 



Polymers 


Sample 7 


Eastman X- 24539 


57 


Sucrose Benzoate ASG 


20 


DNP100 


9 


Partem 220 


13.3 


Irganox1010 


0.5 


TNPP 


0.5 


Pigment 


0.7 



The viscosity of such an adhesive is 2400 cps @ 275 a F. The adhesive turned blue when contacted with water. It 
was also found that the sucrose benzoate had excellent compatibility and did not inhibit the water sensitivity of the for- 
x mutation, even when used at high levels. 

EXAMPLE III 

In the following example, sample 8 is an example of a non-pressure sensitive hot melt adhesive for packaging/case 
25 and carton seal application. 



TABLES 





8 


X-23950-198 




X- 24274- 126 


60 


Sucrose Benzoate (ASG) 


10 


Surfonic DNP-100 (Huntsman) 


10 


Parictn 220 


20 


lrganox 1010 


0.5 


TNPP 


0.5 


@250*F 


N/T 


@275°F 


2.375 


@3aj°F 


; N/T 



E XAMPLE IV 

so Additional testing was done to ascertain the compatibility of ttie sulfonated polyester (X-24539-9) with various tack- 
ifying resins In this testing. 50 parts of the polyester were combined with 50 parts of the tacWfier. The polyester was 
found to be compatible with polar tackrfiers including Foral NC, Foral AX and Nirez 300. 

Similar compatibility tests were done using 75 parts of the tow molecular weight sulfonated polyester (X-23950-39) 
with 25 parts pJasticizer. In this testing, the following plasticizers were evaluated: Surfonic L1 2-8 which is a linear alcohol 

55 ethoxylate with a linear, primary 1 1-12 carbon alcohol in a molar ratio of 8 to 1 (oxide to alcohol) L12-8 has a HLB 
(hydrophilic lipophilic balance) of 13.6. flash point (PMCC) of 400"F and is available commercially from Huntsman; Cit- 
roftex-20 a triethycitrate with a MW of 276 and a flash point (COC) of 155'C available commercially from MorflexO; 
Texox 440 an ethoxylated glycerine with a MW of 490 and a flashpoint (COC) of 500"F available commercially from 
Huntsman. In all the formulations, the above-listed plasticizers yielded products which were dear, smooth flowing and 
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compatible. 

Various piasticizers were also evaluated in combination with two other sulfonated polyesters, wax and tacktfier as 
shown in Table 6. In this evaluaton, mineral oil which is non-polar was found to be incompatible. 

TABLE 6 





9 


10 


11 


12 


13 


14 


15 


(X-24539-27) 


60 


30 












(X-24272-126) 






60 


60 


60 


60 


60 


Santictzer 160 


20 














Benzoflex SO 




15 












Benzoflex 2-45 High OH 






10 










Pycal94 








10 








Macol 206EM 










10 






Suribnic DNP-100 












10 




Mineral Oil 














10 


Kenamide S 


15 


25 












Paricin 220 






25 


25 


25 


25 


25 


Nirez 300 


5 




5 


5 


5 


5 


5 


Foral NC 




30 












Compatibility 


Yes 


Yes 


Yes 


Yes 


Yes 


Yes 


NO 



30 

The polyester piasticizer. RX-13557 is a polymeric piasticizer supplied by OR Hall Company. This plasticizer has 
a viscosity of 900 cps at 25'C, an acid value of 0.70 mg KOH/g and a hydroxy! value of 132. 

Suitable waxes such as N-(2-hydroxyethyl)-l2-hydroxy stearamide (e.g., Paricin 220. commercially available from 
Cas Chem Inc.) and stearamide (e.g., Kerarrode S, commercially available from Wrtco Chemical Co.), were shown to be 
35 compatible with the sulfonated polyester in the following hot melt formulations. Other waxes found to be compatible are 
Sorbitan monostearate. (Estol 3715, commercially available from Unichema International), Glycerol Monostearate 
(commercially avaBable from Unichema Inter national) hydroxystearic acid (commercially available from Cas Chem 
Inc.). 

Other waxes such as ketone-modified pofyethylenes (ethylene/carbon monoxide copolymers) (A-C 830 commer- 
40 cially available from Allied-Signal), ethylene-vinyl acetate copolymers, 13% vinyl acetate (A-C 400, commercially avail- 
able from Allied-Signal), hydrocarbon waxes (paraffin, commercially available from Sasoi Inc.), and linear aliphatic 
mono-alcohol waxes such as Unilin 425, commercially available from Petrolrte Company do not show compatibility 
when formulated with the sulfonated polyester into a hot melt at the 10% level, due to a low concentration or absence 
of polar groups as shown in the foDowing table. 
45 Other non-polar waxes commonly employed in non-pressure sensitive packaging adhesives were also incompati- 
ble in the formulation of example 24, when used as the sole wax component at the 1 0% level. These waxes are Paraffint 
C-1 , a Fischer-Tropsch wax available from Moore and Munger. Bowax 845 a rrricrocrystalline wax available from Petro- 
lrte. Paraflint H-A a synthetic wax available from Moore and Munger. Also incompatible in this formulation at this level 
was Kemamide W-40, a less polar wax of molecular weight above 500 g/mole. Incompatbility was indicated by separa- 
50 tion of the wax to form a surface layer on the adhesive when molten. 



55 
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w 



WAX DESCRIPTION 




WAX 


MOLECULAR 
WEIGHT (g/moO 


NUMBER OF POLAR 

FUNCTIONAL 
GROUPS/MOLECULE 


EQUIV/g POLAR 

/"2D/"\I IDC 


Polar 


Parian 220 


320g/moi 


3 


9.2 x 10" 3 


Polar Less 


Kemamide S 


283 


1 


3.5 x 10" 3 


Polar Less 


Kemamide W-40 


592 


2 


3.4 x 10" 3 


Polar 


Castor Wax 


939 


3 


3.2 x 10" 3 


Polar 


Glycerol Monostearate 


359 


2 


5.6 x 10* 3 


Polar 


Sorbrtan Monostearate 


419 


3 


7.2 X10* 3 


Polar 


12-Hydroxy Stearic Acid 


300 


2 


6.7 X10" 3 


Less Polar 


Unflin 425 


450 


1 . 


2.3 X 10 3 



20 



TABLE 7 



40 





16 


17 


18 


19 


20 


21 


22 


23 


24 


Eastman: X-23950-198 


30 


30 


30 


30 


30 


30 








Eastman AQ 1950 














30 


30 


30 


Foral NC 


30 


30 


30 


30 


30 


30 








Nirez300 














30 


30 


30 


Benzof lex 50 


30 


30 


30 


30 


30 


30 








Polyester Plastictzer RX-13557 (CP. Hall) 














30 


30 


30 


Paricin 220 


10 


















AC -830 




10 
















AC* 400 






10 














Paraffin Wax 








10 












Keramide S 










10 










Unilin 425 












10 








Sorbrtan Monostearate 














10 






Hydroxy stearic Acid 
















10 




Glycerol Monostearate 


















10 


Compatibility 


Yes 


No 


NO 


No 


Yes 


No 


Yes 


Yes 


Yes 



so 

EXAMPLE V 

55 The following examples demonstrate the cornpattoility of the sulfonated polyesters with other polyester polymers. 
These were blended at 325" F in a 1 00 gram sigma-blade mixer. 
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.TABLE 8 



5 



10 



15 





25 


26 


X-24539-27 


75 grams 


75 grams 


Dynapd S1402 


50 grams 


— 


Dynacoll 7110 




50 grams 








SJabJifc(275«F,24hrs.) 






cdor 


white 


amber 


skin 


none 


none 


edge ring 


none 


none 


separation 


none 


none 



in these examples, the sulfonated polyester used was higher in viscosity than the previous samples, which renders 
it the most difficult to compatibilize. Nonetheless it exhfoited excellent compatibility with Dynapol S1402, a linear satu- 
rated polyester resin, with a melting point of 62 # C, and Dynacoll 71 10. a polyester diol with a molecular weight of 2000. 
Both polyesters were obtained from Huls. 

25 

EXAMPLE VII 

< 

The following example shows how XR-4136. a glycerol ester of rosin with a small amount of penteerythritol ester 
of rosin (available commercially from Union Camp), provides acceptable compatfoility with the low MW sulfonated prjl- 
30 yester, although not as good as a terpene phenolic, such Nirez 300. The Nirez 300 is clear, while the XR-41 36 and Uni- 
tac 100L are hazy. Also, Piccolastic A7S, a 1 00% polystyrene with at 75*C B&R softening point (available commercially 
from Hercules) is not as compatible with the high MW sulfonated polyester due to an opaque appearance and bleeding, 
compared to Foral NC used at the same level. 

35 

TABLE 9 



55 





27 


28 


29 


20 


Eastman X-23950-39 


50 


50 






Eastman X23-950-198 






30 


30 


XR^4136 


40 








UnitacR-IOOL 




40 






Piccolastic A75 






40 




Foral NC 


— * 






40 


Benzoflex 50 


10 


10 


30 


30 


Irganax 1010 






0.5 


0.5 


Heat Stability: 24 hr. 
@275"F, Covered 










Color 


Hazy Yellow 


Hazy YePow 


Opaque White 


Clear Amber 


Skin 


None 


None 


None 


None 


Gel 


None 


None 


None 


None 


Separation 


None 


None 


None 


None 


Edge Ring 


None 


None 


None 


None 
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EXAMPLE VII 

s The following examples show that a higher molecular weight-polar wax (3.2 x 10* 3 equiWg), Castor Wax (available 
commercially tram CasChem, Inc.) with a 87"C melting point is not compatible with the high MW sulfonated polyester 
at high levels. Castor Wax's incompatibility is demonstrated by an opaque appearance and "snotty*, or unsmooth flow 
when hot Also Castor Wax separated in heat stability tests over a 24 hour time at 275"F. 

w 

TABLE 10 





31 


32 


Eastman X-2395CM98 


30 


30 


Uratak 68520 


40 


40 


Castor Wax 


20 


20 


Surfonic DNP-100 


10 




Benzof lex 50 




10 


Irganox 1010 


0.5 


0.5 



25 

EXAMPLE, X, 

This example illustrates the use of another commercially available sulfonated polyester polymer (Eastman AQ 38S) 
containing all aromatic di -acids of the (a) component In this example, 50 parts of the sulfonated polyester were com- 
ae bined with 40 parts Pycal 94 and 1 0 parts Parian 220. The resulting hot melt was compatible with no phase separation 
even after 24 hrs. at 275"F The viscosity of this product was 1600 cps @ 275°F and had a -1 2.5% change in viscosity 
during the 24 hour period. The product had a fiber tearing bond to Kraft paper. 

EXAMPLE IX 

35 

This example demonstrates that waxes are needed to achieve low viscosity adhesives with the required high 
peei/shear failure temperatures. 



TABLE 11 



45 • 



55 





33 


34 


35 


36 


Eastman AQ 1950 


60 


60 


60 


60 


CP Hail RX-13557 


15 


10 


10 


15 


Parian 220 


15 


25 






Nirez300 


10 


5 


5 


10 


Santovar A 


0.5 


0.5 


0.5 


0.5 


TNPP 


0.5 


0.5 


0.5 


0.5 


Viscosity at 275"F (cps) 


2450 


1650 


14,000 


7.500 


Peel Failure (K/K »F) 


135 


140 


< 100 


< 100 


Shear Failure (K/K *F) 


180 


180 


< 100 


< 100 



17 



EP 0 761 795 A2 

EXAMPLE X 

These examples demonstrate that by incorporating a crystalline polyester (Griftex 8) compositions with faster set 
and improved blocking resistance were obtained. 



TABLE 12 



10 



1S 



25 



30 



40 





37 


38 


39 


40 


41 


42 


43 


Eastman AQ 14000 


80 


75 


70 


60 


60 


60 


60 


Paricin 220 


15 


15 


15 


20 


20 


20 


20 


Griltex 8 G 


5 


10 


15 


- 


10 


- 


5 


Dynapol S 1402 






«. 


10 


— 


5 


— 


CP. HaH RX 13557 








10 


10 


15 


15 


TNPP 


0 5 


0 5 


0 5 


0.5 


0.5 


0.5 




Santovar A 


0 5 


0 5 


0 5 


0.5 


0.5 


0.5 


0.5 


Viscosity: 


275'F 


N/T 


N/T 


N/T ' 


21 900 


19.800 


11.625 


10,200 


(CDS) 


300'F 


N/T 


N/T 


N/T 


11,175 


10.650 


6.950 


5,675 




350'F 






31 800 


N/T 


N/T 


N/T 


N/T 




375»F 


17 200 


16 500 


17 050 


N/T 


N/T 


N/T 


N/T 


Peel Failure (°F) 


N/T 

IV 1 


N/T 


N/T 


165 


165 


165 


150 


Shear Failure (°F) 


N/T 


N/T 


N/T 


180 


180 


180 


180 


Heat Stability @ 
















275'F for 24 hours 
















Skin 


N/T 


N/T 


N/T 


None 


None 


None 


None 


Gel 


N/T 


N/T 


N/T 


None 


None 


None 


None 


Edge Ring 


N/T 


N/T 


NTT 


None 


None 


None 


None 


Color 


N/T 


N/T 


N/T 


Dark Yellow 


Dark Yellow 


Dark Yellow 


Dark Yellow 


Char 


N/T 


N/T 


N/T 


None 


None 


None 


None 


Separation 


N/T 


N/T 


N/T 


Swirl 


Swirl 


Swirl 


Swirl 


Viscosity (cps) 


n/t 


N/T 


N/T 


11.900 cps 


9,650 cps 


5.900 cps 


5.381 cps 


_ Viscosity (%) 


N/T 


N/T 


N/T 


-45.6% 


-51.2% 


-49% 


-47.2% 



45 Additionally, in order to demonstrate the effect of the Griltex on blocking resistance. Sample 38 was compared with 
' two other similar samples, one containing only the Eastman polymer and the other containing the polymer, wax and sta- 
bilizer but no Griltex. The sample containing only the polymer blocked in the 100*F test, while the formulated sample 
(without Griltex) blocked at 120^. In contrast no blocking occurred in Sample 2 under either test condition. 

so EXAMPLE XI 

These formulations are designed for bookbinding and bag ending. Crystalline polyester were added to improve 
blocking resistance and add strength. 

55 
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. TABLE 13 





CONTROL 


44 


45 


46 


47 


48 . 


5 


Eastman AQ 14000 


70 


60 


65 


60 


60 


60 




CP Hall RX 13557 


10 


10 


10 


5 


5 


10 




Parian 220 


20 


20 


20 


25 


25 


20 


10 


Oynacol S 1402 




10 


5 


10 








Griitex 8 G 






_ 





10 


5 




Samovar A 


0 5 


0.5 


0.5 


0.5 


0.5 


0.5 


IS 


TNPP 


0 5 


0.5 


0.5 


0.5 


0.5 


0.5 


Viscosity: (cps) 


275'F 




21,900 


22,850 


18,050 


20,100 


23.150 






300°F 


7 150 


11,175 


12.575 


10.600 


10,525 


13,870 


20 


Heat Stability® 2 
hours 


75"F72 














Skin 


None 


None 


None 


None 


None 


N/T 




Gel 


None 


None 


None 


None 


None 


N/T 




Edge Ring 


None 


None 


None 


None 


None 


N/T 


25 


Color 


Brown 


Brown 


Brown 


Brown 


Brown 


N/T 




Char 


Mono 


None 


None 


None 


None 


N/T 




Separation 


None 


Slight Swirl 


Slight Swirl 


Slight Swirl 


Slight Swirl 


N/T 


30 


Viscosity 


7500 cps 


6425 cps 


4687 Cps 


3550 cps 


5162 cps 


N/T 


_ Viscosity (%) 


-38% 


•71.8% 


-74.0% 


-82.3% 


-77.7% 


N/T 




Peel ( a F, K/K) 


160 


163 


125 


175 


156 


N/T 




Shear CF, K/K) 


>180 


190 


190 


200 


190 


N/T 


35 


Blocking Test 
















at 100'F 


Blocked 


Slightly 
Blocked 


Slightly 
Blocked 


Slightly 
Blocked 


Non Block 


Non Stock 


40 


at 120"F 


Blocked 


Blocked 


Blocked 


Blocked 


Non Block 


Very slightly 
blocked at 
edges 



*5 

EXAMPLE XII 

These formulations incorporate an aromatic sulfonated polyester (Eastman AQ 55S) with greater water sensitivity 
to offset the reduction in water sensitivity due to incorporation of high levels of crystalline polyester (Griitex 8). 

so 



55 
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TABLE 14 



.30 





49 


50 


51 


52 


• Eastman AQ 1950 


50 


45 


50 


45 


• Eastman AQ 55 • S 


10 


10 


— 


5 


• Griltex 8 G 


35 


35 




40 


* Parian 220 


5 


10 


10 


10 


• SantovarA 


0.5 


0.5 


0.5 


0.5 


• TNPP 


0.5 


0.5 


0.5 


0.5 


• Dynapol S« 1402 






40 


„ 


Viscosity 350 9 F 


59.100 


27.500 


15.600 


41.000 


Heat Stability 72 hot*s 
at350°F 










Skin 


None 


None 


None 


None 


Gel 


None 


None 


None 


None 


Edge Ring 


None 


None 


None 


None 


Char 


None 


None 


None 


None 


Color 


Brown 


Brown 


Brown 


Brown 


Separation 


Urge Swirl 


Large Swirl 


Large Swirl 


Large Swirl 


Viscosity (cos). 


41.400 


18.025 


5712.5 


11,875 


_ Viscosity (%) 


-29.9% 


-34.4% 


-63.3% 


-71.0% 


Films melt pressed from Example 49 were strong yet dispersed readily in tap 
water. 



35 . ' 

EXAMPLE XIII 

This example demonstrates the improved blocking and heat resistance of an adhesive of the present invention in 
40 comparison to a commercial water-sensitive adhesive based on graft copolymer technology (B) sold by National Starch 
and Chemical Company. Additionally, tests were done using a hydrophobic control adhesive (A) also sold by National 
Starch. 



so 
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TABLE 15 





53 


Eastman AQ 1950 


65 


Griltex 8 G 


15 


Paricin 220 


20 


TNPP 


0.5 


Santovar A 




0.5 














Temperature ("F) 




■ 


Viscosity (cps) 




275 






20,825 




300 


i 




12.025 




325 






7,538 




350 






4,750 






Property 


120 hr/300'F 


Skin 






None 




Ge! 


None 


Edge Ring 


None 


Char 


None 


Color 


Clear light tan 


Odor 


Slight 


Separation 


None 


Viscosity 


3350 


_ Viscosity (%) 




-72.1% 
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Prooertv 


53 • 


A 


B 1 


Peel Failure 

/or k"«ft/Wraft^ 

I r, rvraivrxranj 


175 


140 


155' 


onear raiiure ( r, 
KrarVKraft) 


200 


200 


■1 OA 

190 


biocKing Kesistance 
- 140 Q F 
• 160°F 


No Blocking 
Slight Blocking 


No Blocking 
No Blocking 


Blocked 
Strong Blocking 


| Peel Failure 
(100 C/S0% Rn) 


2VS hr. 


>24 hr. 


>24 hrs. 
no riuer 1 ear 


I Humidity Failure 


Pulled Fiber Tear 


Pulled Fiber Tear 


Strong Blocking 


| Humidity Blocking 

1 100*F 24 hour/95% R/4 


No block 


No block 


Blocked 


Viscosity Profile (cps) 
300'F 
325*F 
350'F 


12,000 

8,000 

5,000 


15,000 
10.500 
8,000 


1500 cps 
1000 
700 


5 Mintute Mix 
Dispersibility (wt. %) 


61.8 


1.0 


89.2 


10 Minute Mix 
Dispersibility (wt %) 


79.3 


7.2 


97.8 



30 

EXAMPLE XIV 

This example demonstrates the compatibility of a sulfonated polyester with a crystalline poiyamide resin, Unirez 
as 2638 available from Union Camp. When equal parts ol the Eastman AQ 1950 and the Unirez 2638 were blended, no 
phase separation occurred when held overnight at 325*F. but the texture became slightly grainy. The viscosity at 325'F 
was 8875 cps. 



40 



EXAMPLE XV 

This example demonstrates construction adhesives prepared by combining sulfonated polyesters with a crystalline 
polyester (Dynapol S1402). These adhesives resist water of high ionic strength, but disperse rapidly in tap water. 



so 
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. TABLE 16 





54 


55 


56 


Dynapol S1402 


10 


10 


10 


AQ1950 


70 


60 


• 65 


Benzoflex 2-45 


10 






Dynacoll 7130 




10 


5 


RX13557 Polyester Plastictzer 


10 


20 


20 


Visc (cP) 








275"F 


19.900 


64.000 


19,200 


325-F 


7,100 


17.400 


7.250 




Somewhat gummy 


V. tough 


Somewhat gummy 
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Both samples 54 and 55 dispersed rapidly in room temperature water and were only minimally affected by the addi- 
tion of 0.9% NaCI used to simulate urine. (Sample 56 was not tested for disperstoiiity.) 

Claims 

1. A hot melt adhesive composition comprising (i) 1 0 to 90% by weight of a sulfonated polyester; condensation poly- 
mer comprising the reaction product of 

a) at least one Afunctional dicarbaxylic acid or the corresponding methyl esters which is not a sulphomonomer; 
30 b) 2 to 25 mole percent of at least one sulfomonomer containing at least one metallic sulfonate group or nitro- 

gen-containing non-metallic sulfonate group attached to an aromatic or cydoaliphatic nucleus and at least one 
functional group selected from the group consisting of hydroxy!, carboxyl, and amino; 

c) at least one Afunctional reactant selected from a glycol or a mixture of a glycol and diamine having two • 
NRH groups, the glycol containing two -CfR^-OH groups wherein R in the reactant is hydrogen or an alkyl 

35 group of 1 to 6 carbon atoms, and R 1 in the reactant is a hydrogen atom, an alkyl of 1 to 5 carbon atoms, or an 

aryl group of 6 to 10 carbons atoms; 

d) 0 to 40 mole percent of a drfunctional reactant selected from hydroxycarboxyfic acids having one -C(R) 2 -OH 
group, aminocarboxylic acids having one -NRH gro^p. amino-alcohote having one -CfRfe-OH group and one - 
NRH group, or mixtures of said drfunctional react ants wherein R in the reactant is hydrogen or an alkyl group 

40 of 1 to 6 carbon atoms; and 

e) 0 to 40 mole percent of a multifunctional reactant containing at least three functional groups selected from 
hydroxy!, carboxyl, and mixtures thereof wherein at least a portion of the multifunctional reactant contains at 
least three hydroxy! groups, 

45 wherein all stated mole percentages are based on the total of all acid, hydroxy! and amino group containing reac- 
tants being equal to 200 mole percent and wherein the polymer contains proportions of acid-group containing 
reactants (1 00 mole percent acid) to hydroxy- and ammo-group containing reactants (1 00 mole percent base) such 
that the value of the equivalents of base divided by the equivalents of acid is between 0.5 and 2; 

00 0 to 80% by weight of a compatible tackjfier; 
(in) 0 to 40% by weight of a compatible plasticizer; 

(iv) at least one crystalline material selected from the group consisting of: 

(I) 10 to 40% by weight of a compatible wax diluent, with a molecular weight below 500 g/mole containing 
at least one polar functional group, said group being present at a concentration greater than 3 x 1 0* 3 equiv- 
alents per gram and 

(II) 5 to 60% by weight of a crystalline mermoplastic polymer; and 

(v) 0 to 3% by weight of a stabiBzer; 
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the totai of (i) - (v) to equal 1 00% by weight. 

2. The hot melt adhesive of Claim 1 wherein the sulfonated polyester comprises 60 to 1 00 mole percent of (a), 4 to 
20 mole percent of (b). 80 to 100 mote percent of (c). 0 to 10 mole percent of (d), and 0 to 20 moie percent of (e). 

3. The hot melt adhesive of Claim 1 wherein the tackjfying resin is a polar resin having, a Ring and Ball softening point 
greater than 60'C and selected from the group consisting of (1) natural and modified rosins: (2) sucrose benzoate; 
(3) phenolic modified terpene and a-methyl styrene resins and hydrogenated derivatives thereof; and (4) rosin 
esters. 

4. The hot melt adhesive of Claim 1 additionaDy containing up to 20 percent by weight of non-polar tackffier. 

5. The hot melt adhesive of Claim 1 wherein this tackrfier is sucrose benzoate. 

6. The hot melt adhesive of Claim 1 wherein the compatible plasticizer is a polar plaslicizer selected from the group 
consisting of phthalate plasticizers. benzoate plasticizers, aliphatic liquid polyesters, phosphate plastidzers. 
poly(ethytene glycol) with number average molecular weight below about 1000; ethoxylates of phenol, bisphenol A 
or mono or di- alkylated phenol, liquid rosin derivatives having Ring and Ball merting points below about 60»C, and 
vegetable and animal oils. 

7. The hot melt adhesive of Claim 1 wherein the crystalline polar wax diluent is selected from the group consisting of 
12-hydroxystearamide wax, N -{2 -hydroxy ethyl) 12-hydroxystearamide and stearamide. 

8. The hot melt adhesive of Claim 1 where the crystalline thermoplastic polymer is selected from the group consisting 
of ethylene vinyl acetate copolymers containing about 12 to 50% vinyl acetate, ethylene acrylic add, ethylene 
methyl acrylate. ethylene n-butyi acrylate copolymers, polylactide and caprolactone polymers. pory(hydroxy- 
butyrate/hydroxyvalerate). polyvinyl alcohol, polyethylene oxide), saturated polyesters, polyether amide and poly- 
ether ester block copolymers. 

9. A non-pressure sensitive adhesive composition comprising (i) 10 to 90% by weight of a sulfonated polyester; con- 
densation polymer comprising the reaction product of 

a) at least one difunctional dicarbaxylic add or the corresponding methyl ester which is not a sulphomonomer; 

b) 2 to 25 mole percent of at least one sutfomonomer containing at least one metallic sulfonate group or nitro- 
gen-containing non-metallic sulfonate group attached to an aromatic or cycloaliphatic nudeus and at least one 
functional group selected from the group consisting ol hydroxy!, carboxyl, and amino; 

c) at least one Afunctional reactant selected from a glycd or a mixture of a glycol and diamine having two - 
NRH groups, the glycol containing two -C{R\OH groups wherein R in the reactant is hydrogen or an alkyl 
group of 1 to 6 carbon atoms, and R 1 in the reactant is a hydrogen atom, an alkyl of 1 to 5 carbon atoms, or an 
aryl group of 6 to 10 carbons atoms; 

d) 0 to 40 mole percent of a difunctional reactant selected from hydroxycarooxylic acids having one -CfRfe-OH 
group, arrtnocarboxylic acids having one -NRH group, amino-alcohols having one -C(R) 2 -OH group and one - 
NRH group, or mixtures of said difunctional reactants wherein R in the reactant is hydrogen or an alkyl group 
of 1 to 6 carbon atoms; and 

e) 0 to 40 mole percent of a multifunctional reactant containing at least three functional groups selected from 
hydroxy!, carboxyl. and mixtures thereof wherein at least a portion of the multifunctional reactant contains at 
least three hydroxyi groups. 

wherein all stated mole percentages are based on the total of all acid, hydroxyi and amino group containing reac- 
tants being equal to 200 mote percent and wherein the polymer contains proportions of acid-group containing 
reactants (100 mole percent acid) to hydroxy- and airtno-group containing reactants (100 mole percent base) such 
that the value of equivalents of base divided by equivalents of acid is between 0.5 and 2; (fi) 0 to 80% of a compat- 
ible tackitying resin; (iii) 10 to 40% of a cc<npatible crystalline wax-like diluent with a mdecular weight below 500 
g/mole containing at least one polar functional group, the group being present at a concentration greater than 3 x 
1 0 * 3 equivalents per gram; (iv) 0 to 40% of a compatible plasticizer and (v) 0 to 3% of a stabilizer. 

1 0. A non-pressure sensitive adhesive corrposrtion comprising (i) 10 to 90% by weight of a sulfonated polyester; con- 
densation polymer comprising the reaction product of 
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a) at least one afunctional dtcarbaxylic acid or the corresponding methyl ester which is not a suiphomonomer; 

b) 2 to 25 mole percent of at least one sutfomonomer containing at least one metallic sulfonate group or nitro- 
gen-containing non-metallic sulfonate group attached to an aromatic or cyctoaiiphatic nucleus and at least one 
functional group selected from the group consisting of hydroxy!, carboxyl. and amino; 

c) at least one afunctional reactant selected from a glycol or a mixture of a glycol and diamine having two - 
NRH groups, the glycol containing two -CfR^-OH groups wherein R in the reactant is hydrogen or an alkyl 
group of 1 to 6 carbon atoms, and R 1 in the reactant is a hydrogen atom, an alkyl of 1 to 5 carbon atoms, or an 
aryl group of 6 to 10 carbons atoms; 

d) 0 to 40 mole percent of a difunctjonal reactant selected from hydroxycajboxyfic acids having one -C(R) 2 -OH 
group aminocarboxylic acids having one -NRH group, amino-alcohots having one -C(R) 2 -OH group and one - 
NRH group, or mixtures of said difunctiona! reactants wherein R in the reactant is hydrogen or an alkyl group 
of 1 to 6 carbon atoms; and 

e) 0 to 40 mole percent of a multifunctional reactant containing at least three functional groups selected from 
hydroxy!, carboxyl, and mixtures thereof wherein at least a portion of the multifunctional reactant contains at 
least three hydroxy! groups, 

wherein ail stated mole percentages are based on the total of all acid, hydroxy! and amino group containing reac- 
tants being equal to 200 mole percent and wherein the polymer contains proportions of acid-group containing 
reactants (1 00 mole percent acid) to hydroxy- and ammo-group containing reactants (1 00 mole percent base) such 
that the value of equivalents of base divided by equivalents of acid is between 0.5 and 2; (ii) 0 to 80% of a compat- 
ible tackifying resin; (Hi) 0 to 40% of a compatible crystalline wax-like diluent with a molecular weight below 500 
gAnde containing at least one polar functional group, the group being present at a concentration greater than 3 x 
10 " 3 equivalents per gram; (iv) 0 to 40% of a compatible plasticizer and (v) 5 to 60% by weight of a crystalline ther- 
moplastic polymer is selected from the group consisting of ethylene vinyl acetate copolymers containing about 12 
to 50% vinyl acetate, ethylene acrylic acid, ethylene methyl acrylate, ethylene n -butyl acrylate copolymers, polylac- 
tide and caprolactone polymers. pdy(hydrcxybutyrate/hydroxyvaJerate), polyvinyl alcohol. poly( ethylene oxide), 
saturated polyesters, polyelher amide and polyether ester block copolymers; and (vi) 0 to 3% by weight of a stabi- 
lizer, the total of (i) - (vi) to equal 1 00% by weight 

A hot melt adhesive composition comprising (i) 10 to 90% by weight of a sulfonated polyester; condensation 
polymer comprising the reaction product of 

a) at least one difunctjonal dicarboxylic acid or the corresponding methyl ester which is not a suiphomon- 
omer; 

b) 2 to 25 mole percent of at least one sulfomonomer containing at least one metallic sulfonate group or 
nitrogen-containing non-metallic sulfonate group attached to an aromatic or cydoaliphatic nucleus and at 
least one functional group selected from the group consisting of hydroxy!, carboxyl, and amino; 

c) at least one (Afunctional reactant selected from a glycol or a mixture of a glycol and diamine having two 
-NRH groups, the glycol containing two -CfR'fe-OH groups wherein R in the reactant is hydrogen or an 
alkyl group of 1 to 6 carbon atoms, and R 1 in the reactant is a hydrogen atom, an alkyl of 1 to 5 carbon 
atoms, or an aryl group of 6 to 10 carbons atoms; 

d) 0 to 40 mole percent of a difunctiona! reactant selected from hydroxycarboxylic acids having one -C(R) 2 - 
OH group, aminocarooxylic acids having one -NRH group aminoalcohols having one -CfR^OH group 
and one -NRH group, or mixtures of said d Afunctional reactants wherein R in the reactant is hydrogen or 
an alkyl group of 1 to 6 carbon atoms; and 

e) 0 to 40 mole percent of a multifunctional reactant containing at least three functional groups selected 
from hydroxy!, carboxyl, and mixtures thereof wherein at least a portion of the multifunctional reactant con- 
tains at least three hydroxy! groups, 

wherein all stated mole percentages are based on the total of all acid, hydroxy! and amino group containing 
reactants being equal to 200 mole percent, and wherein the polymer contains proportions of acidgroup con- 
taining reactants (100 mole percent acid) to hydroxy- and ami no-group containing reactants (100 mole percent 
base) such that the value of the equivalents of base divided by the equivalents of acid is between 0.5 and 2; 
(ii) 0 to 60% by weight of a compatible tackif ier; 
(io) 0 to 40% by weight of a conpatible plasticizer: 
(iv) at least one crystalline material selected from the group consisting of: 

(I) 10 to 40% by weight of a compatible wax diluent with a molecular weight below 500 g/mole containing 
at least one polar functional group said group being present at a concentration greater than 3 x 10" 3 equrv- 
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clients per grain and 

(II) 5 to 60% by weight of a crystalline thermoplastic polymer; and 
(v) 0 to 3% by weight of a stabilizer, 
the total of (i) - (v) to equal 100% by weight 
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